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(54) THERMOSETTING POWDER COATING MATERIAL 

(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a powder coating material excellent in smoothness 
and processability. 

SOLUTION: This coating materiaj contains as a thermosetting resin component (A) 90-99 
pts.wt. hydroxy-containing base resin except the following hydroxy-containing rubber 
composite resin particles, (B) 1-10 pts.wt. hydroxy- containing rubber-composite resin particles 
each of which is composed of a core of a rubbery polymer and a shell of a vinyl polymer, and 
(C) 10-60 pts.wt. blocked polyisocyanate compound. 
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* NOTICES * 

Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

1. This document has been translated by computer. So the translation may not reflect the original 
precisely. 

2. **** shows the word which can not be translated. 
3. In the drawings, any words are not translated. 



DETAILED DESCRIPTION 



[Detailed Description of the Invention] 

[0001] . • ,j ^ ■ 

[The technical field to which invention belongs] This invention telates to the heat-cunng mold powder 

coatings which offer the paint fihn excellent in result appearance and processabiiity. 

[iSie^echnology and its technical problem] from the former Conventionally, heat-cuiing mold powder 
coatings are widely used as the outdoors or an indoor type way in the industrial use product fields, such 
as home electronics, an automobile, vehicles, office suppUes, steel furniture, and building materials. As 
the above-mentioned heat-curing mold powder coatings, the powder coatings which come to blend a 
block poly isocyanate cross linking agent with hydroxyl-group content acrylic resin or hydroxyl-group 
content polyester resin are well-known. These powder coaltings are inadequate in the paint article with 
which processabiiity is demanded more although the paint fihn which was excellent in processabiiity 
compared with the heat-curing mold powder coatings which come to blend a multi-acid curing agent 
with glycidyl group content acrylic resin is formed, and the actual condition is that improvement in 
processabiiity is demanded from the user. . 
[0003] Moreover, it is a method of making the processabiiity of a fme-particles pamt fihn improving. 
Although blending the rubber particle excellent in processabiiity with the conventional block poly 
isocyanate hardening mold powder coatings was also considered, it was difficuh for processabiiity to 
come to be inferior in the smooth nature improved, when this rubber particle is blended so much, not to 
improve processabiiity, if it blends with the degree to which smooth nature does not worsen on the other 
hand, but to satisfy the engine performance of both paint fihn appearance and processabihty. 

[Mems for Solving the Problem] this invention persons came to develop powder coatings excellent in 
result nature and processabihty by combining block poly isocyanate hardening mold powder coatings 
and a specific rubber compound resin particle, as a result of repeating research wholeheartedly, in order 
to cancel a trouble from the former. . i» n • 

[0005] This invention Namely, 1 , hydroxyl-group content base resm other than the foUowmg 
(component A) following hydroxyl-group content rubber compound resin particle A hydroxyl-group 
content rubber compound resin particle which uses 90 - 99 weight section (B) rubbery polymer as a core 
layer, and makes a vinyl system polymer a shell layer 1-10 weight (section C) block poly isocyanate 
compound It is related with heat-curing mold powder coatings characterized by containing 10-60 
weight section as a thermosetting resin component. 

[0006] . ■ A 

[Embodiment of the Invention] What is used with block poly isocyanate hardemng mold powder 
coatings from the former can be used for the hydroxyl-group content base resin used with this invention 
powder coatings. As this hydroxyl-group content base resin, hydroxyl-group content polyester system 
resin, hydroxyl-group content acryhc resin, hydroxyl-group content fluorine system resin, and hydroxyl- 
group content siUcon resin are mentioned, for example. These hydroxyl-group content resin has the 
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desirable thing of weight average molecular weight about 500-100000, especially the range of 1000- 
80000. Moreover, especially the softening temperature of this resin has the desirable thing of the range 
of 25-80 degrees C about 20-100 degrees C. Especially a hydroxyl-group content has the desirable range 
of about 25 to 200 KOHmg/g about 20 to 300 KOHmg/g at a resin hydroxyl value. 
[0007] As hydroxyl-group content polyester system resin, for example (anhydrous) A phthalic acid, 
Isophthalic acid, a terephthalic acid, isophthalic acid dimethyl, dimethyl terephthalate. Aromatic series, 
or alicycle group dicarboxylic acid and ethylene glycol (Fori), such as a hexahydro (anhydrous) phthalic 
acid and a tetrahydro (anhydrous) phthalic acid, Propylene glycol, a butylene glycol, a butylene glycol, 
(Pori) Dihydric alcohol, such as neopentyl glycol, 1 ,6-hexanediol, and a dimethyl propionic acid. The 
resin which the alcohol more than trivalent [, such as a carboxylic acid more than trivalent / of 
monocarboxylic acid, such as a benzoic acid, trimelhtic acid (anhydrous), etc. /, trimethylolethane, 
trimethylol propane, a glycerol and PENTAERISURITTORU, ] is made to react if needed, and is 
obtained is mentioned. 

[0008] It is desirable to apply the iso phthalic acid inferior to processability to the polyester resin vised as 
the principal component especially as an acid component also in this polyester system resin. 
[0009] as hydroxyl-group content acrylic resin — for example, a hydroxyl-group content radical 
polymerization nature partial saturation monomer (for example, hydroxyethyl (meta) acrylate — ) glass 
transition temperature, such as hydroxypropyl (meta) acrylate, - a hard acrylic monomer (for example, 
methyl methacrylate — ) 40 degrees C or more Ethyl methacrylate, iso-butyl methacrylate, ter-butyl 
methacrylate, need, such as ter-butyl acrylate, - responding - glass transition temperature — 40 degrees 
C, with the elasticity acrylic monomer (for example, methyl acrylate -) of the following Ethyl acrylate, 
n-butyl methacrylate, iso-butyl acrylate, 2 ethylhexyl (meta) acrylate, stearyl methacrylate, etc., radical 
polymerization nature partial saturation monomers other than an acrylic monomer (for example, styrene 
-) Vinyltoluene, alpha methyl styrene, acrylic (meta) nitril, (Meta) The hydroxyl-group content acrylic 
base resin which a radical makes carry out the polymerization reaction of the functional-group content 
radical polymerization nature partial saturation monomers other than the above-mentioned hydroxyl 
groups, such as acrylamide, (for example^ glycidyl (meta) acrylate and methyl glycidyl (meta) acrylate 
etc.), and is obtained is mentioned. 

[0010] In addition to this as hydroxyl-group content fluorine system resin, a copolymer with monomers 
in which a radical polymerization is possible, such as vinyl ether, allyl compound ether, vinyl ester, 
propenyl ester, and olefinic compounds, etc. is mentioned the hydroxyalkyl vinyl ether like 
hydroxyethyl vinyl ether, fluoro olefins (for example, ethylene tetrafluoride, 3 fluoride ethylene, 2 
fluoride ethylene, 3 fluoride-salt-ized ethylene 2 fluoride-salt-ized ethylene, etc.), and if needed, for 
example. 

[001 1] Moreover, in the above-mentioned hydroxyl-group content acrylic resin, the resin which used 
perfluoroalkyl (meta) acrylate (for example, perfluprp butyl ethyl (meta) acrylate, perfluoroisononyl 
ethyl (meta) acrylate, perfluoro oclyl ethyl (meta) acrylate, etc.) as an indispensable monomer 
component as other monomer components is mentioned as this fluorine system resin. 
[0012] As hydroxyl-group content silicon system resin, the resin which used vinyltriirietoxysilane, 
acryloxyprophyltrimethoxysilane (meta), an acryloxyprophyl (meta) trimethyl silane, etc. as an 
indispensable monomer component as otiier monomer components is mentioned in the above-mentioned 
hydroxyl-group content acrylic resin. 

[0013] In the above-mentioned hydroxyl-group content resin, hydroxyl-group content polyester system 
resin is desirable from points, such as processability, smooth nature, and cost, especially. 
[0014] About 20-100 degrees C of softening temperatures when the block poly isocyanate compound 
used with this invention powder coatings blocked the isocyanate radical of the poly isocyanate 
compoimd by the block agent are the thing of the range of about 25-80 degrees C preferably. As a poly 
isocyanate compound, for ex;ample as an aliphatic series system diisocyanate compovmd Hexamethylene 
di-isocyanate, trimethylene diisocyanate, 1, 4-tetramethylene di-isocyanate, pentamethylene 
diisocyanate. Lysine diisocyanate, 1, 3-butylene diisocyanate, etc. : as an alicyclic system diisocyanate 
compound Isophorone diisocyanate, 4,4'-methylenebis (cyclohexyl isocyanate), A methylcyclohexane - 
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2, 4-(or -2, 6-) diisocyanate, 1, 3-(or 1, 4-) JI (isocyanato methyl) cyclohexane, 1, 4-cyclohexane 
diisocyanate, 1, 3-cyclopentane diisocyanate, 1, 2-cyclohexane diisocyanate, etc. : as an aromatic series 
diisocyanate compo^^^d Xylylene diisocyanate, meta-xylylene diisocyanate, tetramethyl xylylene 
diisocyanate, Tolylene diisocyanate, 4,4'-diphenylmethane diisocyanate, phenylene diisocyanate (m- or 
P-), etc. : as other poly isocyanates A triphenyhnethane color -4, 4', and the poly isocyanate compounds 
that have 4" of three or more isocyanate radicals, such as - tri-isocyanate Ethylene glycol, propylene 
glycol, 1, 4-butylene glycol. The addition products the poly isocyanate compovmd of an amount with 
which an isocyanate radical serves as an excessive amount to the hydroxyl group of polyols, such as 
polyalkylene glycol, trimethylol propane, and hexane trio-RU, is made to come to react Hexamethylene 
di-isocyanate, isophorone diisocyanate, tolylene diisocyanate. View let type addition products, such as 
xylylene diisocyanate, 4,4*-diphenylmethane diisocyanate, and 4,4'-methylenebis (cyclohexyl 
isocyanate), an isocyanuric ring type addition product, etc. are mentioned. 

[0015] As a block agent used in order to make the above-mentioned poly isocyanate compoxmd block, 
each well-known block agent can use it from the former of a phenol system, a lactam system, and an 
oxime system, for example. As an example of these block agents, as a phenol system block agent A 
phenol, cresoU a xylenol, a nitrophenol, chlorophenol, Ethylphenol, hydroxy diphenyl, t-butylphenpl, 
hydroxybenzo'ic-acid methyl, etc. : as a lactam system block agent Epsilon caprolactam, delta- 
valerolactam, gamma-butyrolactam, beta-PUROPIO lactam, etc. : as on oxime system block agent The 
aceto aldoxiine, acetoxime, methylethyl ketoxime, diacetylmonoxime, a benzopjienone oxime, a 
cyclohexane oxime, etc. are mentioned. 

[0016] The blending ratio of coal of a block poly isocyanate compound is blended so that about 0.3-1.5 
isocyanate radicals may become about 0.5-1 .2 ranges preferably to one hydroxyl group of base resin, 
moreover, the base resin 100 weight section - receiving -- usually - the about ten to 120 weight section 
- it is the'range of the about 20 to 1 00 weight section preferably. 

[00171 The hydroxyl-group content rubber compound resin particle of the core shell mold used with this 
invention powder coatings is a particle which has the core shell structure which uses rubbery polymer as 
a core layer and makes a vinyl system polymer a shell layer, and the thing of a hydroxyl value of the 
range of about 0.5 to 20 KOHmg/g is [ a particle ] especially desirable about 0.1 to 30 KOHmg/g. Since 
engine performance, such as the processability of a paint film and a water resisting property, vsdll fall if a 
hydroxyl value becomes less than about 0.1 KOHmg/g, and a water resisting property, weatherability, 
smooth nature, etc. will fall if about 30 KOHmg/g is exceeded on the other hand, it is not desirable. This 
hydroxyl group is introduced into a shell layer. 

[001 8] Moreover, core shell structure naay have the three-tiered structure of a core layer, a mid layer, 
and a shell layer, and can use that in which the core layer or the mid layer was formed in by rubbery 
polymer, and the shell layer was formed with the vinyl system polymer in this case. The range of about 
0.05 micrometers - 150 micrometers of particle size of a particle is about 0.1 micrometers - 100 
micrometers preferably. Since the electrostatic-coating workability of powder coatings will fall if 
particle diameter is set to less than about 0.05 micrometers, and the smooth nature of a paint fihn will 
worsen on the other hand if about 1 50 micrometers is exceeded, it is not desirable. Since particles start 
welding, a small lump is produced and this thing is stuck for the duct of an electrostatic-coating 
machine, and it will become the cause of a paint trouble or will become the cause of BUTSU of a paint 
fibn while having stored powder coatings if it becomes the softening temperature of less than about 20 
degrees C of a shell layer (glass transition temperature), it is not desirable. 

[0019] As rubbery polymer which forms a core layer, it is the polymer of the partial saturation monomer 
which forms rubber-like polymer. As an example of a partial saturation monomer, for example Methyl 
(meta) acrylate. Ethyl (meta) acrylate, propyl (meta) acrylate, butyl (meta) acrylate. Vinyl ester [, such 
as alkyl (meta) acrylateivinyl acetate ], such as 2-ethylhexyl (meta) acrylate and lauryl (meta) acrylate : 
A vinyl chloride. Vinyl halide or vinylidene hahde, such as vinyl fluoride, a vinylidene chloride, and . 
vinylidene fluoride : (meta) Acrylonitrile, Nitrogen-containing partial saturation monomers, such as 
acrylamide : Styrene, alpha methyl styrene, (Meta) Aromatic compounds, such as vinyltoluene: The Gen 
system monomers, such as partial saturation acid:swine JIEN [, such as a hydroxyl-group content partial 
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saturation monomer: (meta) acrylic acid, ], such as hydroxyethyl (meta) acrylate and methylol (meta) 
acrylamide, and an isoprene, etc. are mentioned, these things — one sort ~ or two or more sorts can be 
used, using together. As an example of representation of a polymer, Fori (meta) acrylicracid spar 
varnish, poly swine JIENGOMU, polyisoprene rubber, polyvinyl chloride, and styrene-sWme 
JIENGOMU, a styrene-swine JIEN-styrene rubber, a styrene-isoprene-styrene rubber, styrene-butylerie 
rubber, styrene-ethylene rubber, ethylene-propylene rubber, etc. are mentioned, for example. Also in 
these. Fori (meta) acrylic-acid spar varnish, poly swine JIENGOMU, polyisoprene rubber, and styrene- 
swine JIENGOMU are especially desirable. 

[0020] The vinyl system polymer which forms a shell layer The above-mentioned vinyl system 
monomer for example, a hydroxyl-group content partial saturation monomer (for example, 2- 
hydroxyethyl (meta) acrylate -) 2-hydroxypropyl (meta) acrylate, 3-hydroxypropyl (meta) acrylate, C2-. 
C8 of acrylic acids, such as hydroxy butyl (meta) acrylate, or a methacrylic acid Hydroxyalkyl ester; 
[ Folyethylene glycol, ] Monoester of polyether polyols, such as a polypropylene glycol tod a 
pblybutylene glycol, and unsaturated carboxylic acid, such as an acrylic acid (meta); A polyethylene 
glycol, Mono-ether;alpha of polyether polyols, such as a polypropylene glycol and a polybutylene 
glycol, and hydroxyl-group content partial saturation monomers, such as 2-hydroxyethyl (meta) acrylate, 
and beta-unsaturated carboxylic acid. An addition product with a mono-epoxy compound like car Jura 
ElO (shell chemistry company make) or alpha olefin epoxide; Glycidyl (meta) acrylate and an acetic 
acid. An addition product with a propionic acid, p-tert-butylbenzoic acid, and a monobasic acid like fatty 
acids; The acid anhydrous radical content vmsaturated compoimd like a maleic anhydride or itaconic acid 
anhydride. The monoester ghost or diester ghosts of glycols, such as ethylene glycol, 1 i6-hexanediol, 
and neopentyl glycol; The hydroxyalkyl vinyl ether like hydroxyethyl vinyl ether The hydroxyl-group 
content monomer containing chlorine like 3-chloro-2-hydroxypropyl (meta) acrylate. The need is 
accepted considering allyl alcohol etc. as an indispensable component. Alkyl (meta) acrylate (the above- 
mentioned hard acrylic monomer, the above-mentioned elasticity acrylic monomer, etc.). The vinyl 
system polymer with which glass transition temperature adjusted preferably about 20 degrees C or more 
of partial saturation monomers, such as said nitrogen-containing partial saturation monomer, an aromatic 
compoimd, and an epoxy group content partial saturation monomer, to the raiige of about 30- 110 
degrees C can be used. 

[0021] The above-mentioned manufacture method of a rubber composite particle can be acquired from 
the former by the well-kaown method, for example, the emulsion polymerization method which added 
the vinyl system partial saturation monomer and the radical polymerization nature initiator under 
existence of a rubbery polymer emulsion beforehand, a suspension-polymerization method, etc. 
[0022] As this hydroxyl-group content rubber compound resin particle, Staphyloid AC-4030 grade is 
mentioned, for example as a trade name of Takeda Chemical Industries, Ltd, 

[0023] The blending ratio of coal of the above-mentioned hydroxyl-group content rubber compoimd 
resin particle is the range of 2 - 5 weight section preferably to 1 - 10 weight section, and hydroxyl-group 
content base resin 95 - 98 weight sections to hydroxyl-group content base resin 90 - 99 weight sections. 
If the blending ratio of coal of a hydroxyl-group content rubber compound resin particle becomes under 
1 weight section, processability will fall, and if 10 weight sections are exceeded, paint film smooth 
nature, a water resisting property, etc. will fall. 

[0024] this invention powder coatings can blend additives for powder coatings, such as a block agent 
dissociation catalyst, a bulking agent, a color pigment, a fluid regulator, other polymer particles, a 
surface control agent, a hardening accelerator, and a slide nature grant agent, etc. if needed. 
[0025] Electrostatic powder coating is carried out by for example, the electrostatic fine-particles spray, a 
fractional electrification coater, etc., and this invention powder coatings are usually about 30-200 
micrometers. It can paint in about 40-100 micrometers preferably. The printing conditions of a paint 
fihn are usually for about 30 - 60 minutes at the coated object temperature of about 160-210 degrees C. 
[0026] this invention powder coatings can be painted to the base material currently used from the 
former. The substrate paint film which performed a primer and middle-coat paint to what performed 
surface treatment, for example to metal raw materials, such as steel, zinc, aluminum, copper, and tin, 
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and these metals, and these metal raw materials as this base material if needed is mentioned. 

[0027] Moreover, as a field applied, it is applicable to vehicles relation, household-electric-appliances 

relation, building relation, route relation, an office machine, etc., for example. 

[0028] ' . . , • . 

[Example] Hereafter, an example is hung up and this invention is explamed more concretely. In 
addition, the "section" in an example and the example of a comparison is based on weight criteria. 
[0029] The lGV-5 60 (Japan U-PiCA Go., Ltd. make, iso phthalic-acid / trimethylol propane / neopentyl 
glycol =0 973/0.104/0.808 mole-ratio, softening temperature, hydroxyl value 52 KQHmg/g) of examples 
95 section, the Staphyloid AC-4030(Takeda Chemical Industries, Ltd., trade name, hydroxyl value 
primary about 5 KOHmg/g particle. diameter of about 0.5 micrometers) 5 section, the Vesta gon B1530 
^uels make, about 15% of NCO contents) 10 section, and the JR603 (TAYCA CORP. make, titariiumi 
oxide) 15 section are mixed, and it is an extruder Melting kneading was carried out, and it pulverized 
with the atomizer after cooling, it filtered by 150 meshes, and the polyester resm poSyder coatings of an 
example ! were manufactured. 

[0030] The polyester resin powder coatings of an example 2 were manufactured like the example 1 
except having transposed [ GV-560 / the 95 sections and the five sections of Staphyloid AC-4030 ] the 
90 sections and Staphyloid AC-4030 for GV-560 to the ten sections as a resinous principle in example 2 

example 1. ' t / t i / / 

[0031] The example 3 hydroxyl-group content acrylic resin (2-hydroxyethyl methacrylate / styrene / 
methyl methacrylate / n-butyl methacrylate = 30/10 / 50/10 "weight ratio" average-molecular-weight 
8000, 26 degrees C of softening temperatures) 95 weight section, the Staphyloid AC-4030(Takeda 
Chemical Industries, Ltd., trade name, hydroxyl value primary about 5 KOHmg/g particle diameter of 
about 0.5 micrometers) 5 section, the Vesta gon B1530 (Huels make, about 15% of NCO contents) 10 
section, and the JR603 (TAYCA CORP. make, titanium oxide) 15 section are mixed, and it Melting 
kneading was carried out, and it pulverized with the atomizer after cooling, it filtered by 150 meshes, 
and the acryhc resin powder coatings of an example 3 were manufactured. 

[0032] The polyester resin powder coatings of the example 1 of a comparison were manufactured like 
the example 1 except having made the 100 sections and Staphyloid AC-4030 into th? zero section for 
the GV-560 [ same ] as the above as a resinous principle in example of comparison 1 example 1. 
[0033] The polyester resin powder coatings of the example 2 of a comparison were manufactured like 
the example 1 except having transposed the 85 sections and Staphyloid AC-4030 for the GV-560 
[ same ] as the above to the 15 sections as a resinous principle in example of comparison 2 example 1. 
[0034] Electrostatic powder coating of the powder coatings of the above-mentioned example and the 
example of a comparison was carried out to the steel plate (0.7x70x1 50mm) which performed chemical 
conversion to the GARUBA ize steel plate with phosphoric acid zinc, they were heated for 30 minutes 
170 degrees C, and the paint film was formed. 

0035] The test result of an example and the example of a comparison is shown in a table 1, 
0036] 
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[00371 Result appearance: The smooth nature on the front face of a paint fihn was observed with the 
naked eye O* - fitness and x; **; inferior - it is remarkably inferior. 

r00381 Paint-film gloss: JIS K-5400 It measured according to 7.6 (1990). (60 reflection factors) 
Erichsen test: JIS K-5400 It measured according to 8.2 (1990). Knockout distance (mm) Until it 
produces a crack and peeling in a paint fibn was measured. . vt • 

[0039] Impact resistance test: JIS K-5400 According to the 8.3.2 (1990) E. I. du Pont de Nemours type 
shock resistance trial, the impact was added to the painted surface of a paint board on conditions with 
the falling weight weight of 500g, a tip diameter [ of **** / of 1/2 inch ], and a falling weight height of 
50cm Subsequently, the peeling degree of the paint fihn when making the portion which added the 
impact stick cellophane adhesive tape, and removing a tape in an instant was evaluated. O : peeling 
remarkable to x:painted surface peeling is not accepted to be to the painted surface and sUght peelmg is 
accepted to be to **:painted surface is accepted. [0040] 

[Effect of the Invention] Processability becomes good, when especially this mvention makes isocyanate 
hardening mold powder coatings contain a hydroxyl-group content rubbei: compound resin particle, and 
this hydroxyl-group content rubber compound resin particle exists as a particle in a paint film and 
absorbs the energy by the impact from outside etc. Moreover, since the chemical bond of this rubber 
compound resin particle component is carried out to hydroxyl-group content base resin by the 
cross linking agent, its processability improves more, and its endurance, such as weatherability and a 
water resisting property, also improves. _^ , 

100411 moreover - a hydroxyl group ~ not containing ~ rubber ~ compound resm ~ a particle ~ 
** * loadings - many - carrying out ~ if - processability - good ~ becoming - although - smooth 
~ a sex ~ bad - becoming ~ on the other hand ~ smooth ~ a sex ~ bad - not becoming ~ a degree ~ 
loadings ~ few ~ carrying out - if - processability ~ not being enough ~ ** ~ having said - a trouble - 
- it is ~ although ~ this invention - using it ~ a hydroxyl group ~ content ~ rubber ~ compoimd ~ The 
quantity of loadings could be made to have been able to decrease and the engine performance of both 
smooth nature and processability was able to be satisfied. 



[Translation done.] 
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* NOTICES* 

Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

l.This document has been translated by computer. So the translation may not reflect the original 
precisely. 

2^**M^ shows the word which can not be translated. 
3. In the drawings, any words are not translated. 



CLAIMS 



[Claim(s)] 

[Claim 1] Hydroxyl-group content base resin other than the following (component A) foUowmg 
hydroxyl-group content rubber compound resin particle A hydroxyl-gf oup content rubber compound 
resin particle which uses 90 - 99 weight section (B) rubbery polymer as a core layer, and makes a vinyl 
system polymer a shell layer 1 - 10 weight (section C) block poly isocyanate compound Heat-ciiring 
mold powder coatings characterized by containing 10- 60 weight section as a . thermosetting resin 
component 

[Claim 2] Heat-curing mold powder coatings according to claim 1 which are at least one sort of 
hydroxyl-group content base resin with which hydroxyl-group content base resin is chosen from 
hydroxyl-group content polyester system resin, hydroxyl-group content acrylic resin, hydroxyl-group 
content fluorine system resiii, and hydroxyl-group content silicon resin. 

[Translation done.] 
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[ 0 0 0 5 ] BPt>. *f|BJ«; 1 . Tfe«^ 



mmmmm. 

i!'^tir< 1 1 lac^^ea^^rsfttffifli-cifcsif^ 1 1 
[ooon 

t\ii.mzm:fimmimtimmmmizm 

[00021 

A. wm<^lMwmmm^zii\^xm.9mimnmk 
iilxj!k<m^ixx\^h. iMLtzm^m^wmm 

9 0~9 9fi*l» 

^^j^m-^mmL=F i ~ i o mags ' 

iC) yay^:iliV^Vi^T^-hit^ lO-eOSSSU 

mm.mmi>zmi>. 

[0006] 

~1 00000. IttCl 0O0~80 0 0O<7)|iHtfDt 

O'C. #t:2 5-8 0'C<D®ffl<7)i><?)*«if^Hr\ *K 
2l*^r»i. ffilil*l!»ffiT*52 0~3 0 0KOHmg 
/g. ^t*«»2 5~2 0 0KOHmg/giOffla3&f»* 

[0007] 7m^^^0J:.:^'rfimSit LXli. 



'Jf-ttKo (ii*) 7^;P«?, -rb^bHo (il*) 7 

f-uy^/U rntf^y7"U 3-;i/, 7" 

1. e-^^-^-ys^'sr-iW, >?^f-;W7"n 
t3ryir^<7)2{ir;P3-;w> i£^Sk:*Btr3cE#M^ 

[0008] m^uj:.XTmmm<7)'Pxi> . mtizmi 

LX . tin:mz^h i s o 7 ^/Hft^ilS^i: Lt: 

[0009] Tmmt^T^ vjummt txa. mi 
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•Jl^-h. t e r-T'f-yM^i?'; l/-h. t e r-T'f- 
4 0*cm*}l^i:®7^' 'J/l-t/V- {mtl£Mi^f]^T 
U-h. i s o-rfyWT:?";!^- V. 2 Xf-;l/A.df i/ 

[0010] 7 -ySi^ffilili: LTJi. 

h Ka^i/Xf-zWh-zl/X-T^UOri: # b KaJf 

4 7 7-ft;x^l/y. 37>y-ft;x^^y. 2 7>y'(l:X^I^ 

3 7 •y-ftig-ftxf-uy 2 7 -y-fbrn-ftx^^y^r 
( b*:z;i/X-T^1^5i, TU;WX-T/Mi, h'r:;|/x;^ 

[00 1 11 m^ymmmt lx. jjat^* 

( fia|t{f^>-7;l^^nr^;i.x^;l^ ( ^ ) U V- 
b , A-7;U;j-n>f y y r:;i.xf-;i/ ( p< ) 7 ^ U 

yN--7;U^n3r^'^;l'X^;l/ T^Ul^-V 

[00121 ^K^ifWi^'J ay^Slli: LX. ±fet 

odf i^rnt/Ph u^-f/Pv'^y^rif^je^^y^-^ 

LxmLfzm^mifi^ii^ . 

[0013] ±MiUzyi(Jm^mS^l>zi5\^x. miz. 

[00141 :^^mmmm'mmi-^ t'd -y ^7i(v>! 

V hS$r -y mx-fu <y Lf>:!iR{b^*^'$«; 
2 0-10 or. fftL<{i*«J2 5~8 0rc7)ffiHc7)t 

p<f-kyi^M y £^r^— h ^i^^vyv-i yv-r^t- 
1, 4-rh7-><f-p-y>?-f yi^r^^-h, '^y 
:?;^^pyyM y i^T*-> . u i-'yi^M y £^r^- 



1. 3-^'i-Vyi>AV'yr^—Vm:'^m3>rJ 

A y i^T^- b-ft^ t LT{4. -f y *o y y-f y i^r 

^•>-h. 4. 4' -^f-Uyt'X (j/-^aA.dri/;l'>f y 
j/T^^-h) . ^f-;Uj/:?o'v^^y-2. 4- (Xti 
-2, 6-) i-Myi^T^^-h. 1. 3-(X{±l. 4 

.-) y* yv-T■:^^^■f;^) i^^u^^^y. i. 4 
-y^'o/\dr'9-yi;>f yyr^'^-h. i. 3-^^.0^ 
y^yv-MyvT^-h. 1, 2-y^'n^dfHfyyM 
yyr^- ■. 5f#i^yM y yr^^-f^k-^i: lt 
fi. ^y'ji-yy-^yyr^f-h. ^^'^yji/y^M 
yyr^-h.Th7^ y y w y yM y y r 

hUWyyMyyr^-h, 4.4' -y7x-;U 

^^yy'-fyyr^— (m-xttp-) 7xxi/y 

UTii. hy7x:i;M.^y-4. 4' . 4" -hU^ 

yyr:^^-h^<^3j@jaJ:<^'f y yr^- 
^j^U'fyyr^^-h'ft-^t^. x^yy^'j3-;k r 

nh-l/y^Urj-/W, 1, 4-7"^py^'J=7-;l^. ;K 
Ur;l^=3M^y^'j3-;k M;;<f-o-;W7°o>'ty. a, 
^^yY^)ii-)vm(nif^^):^-i\^<n^mzWi\JXA y 
yr^^- h«*^ja««i:^r4i<^;K!;'f y yr^-b-fi: 
^■^wm%^xts:h\^wm.. ^^-^^^Uyi^A V 
yr^-h. y^nyyMyyr^t— huyyy 
-fyyr^t— =^fy>;yyy'>f yyr^-hs 4, 
4' -y7xx;M^yyMyyT^-h. 4, 4' - 
^^i^yt'x (y:7n^dfy;M yyT^^->) 'Srt'tr) 
t'a-y -y h rj'^ T'f'tJnft. >f y yr jt;i^:?<f 7^0 

[ 0 0 1 5 1 ±iEt^3j^y >f y yr*- N'fb^i&T'o 
'y^^-tirzMzimthy^y^'mtLxit. mx. 

{^m>ynyifmi)(\>^-ttii>mmx'^i,. :itiP><r>fu 

•y ^9I<0:aM9i: LT. 7 x /-)V^:ru -y ^'SOi: bt 
7xy-;K ^^y-;K '^fyy/-/!^, :::hn7 
x/-;K ^'nn7xy-;K xf-/i/7xy'-;k tK 
o^yy7x-;k t-7'f-;i^7xy-;K tHn^y 

$,ei#i!^^;l^: 9^:J'AlS7'o-/^SiJfcfC{i:. e 

^'rJ'i.. )e-7-oe:t7:?:5'A^: ^dfy^^^yp y^ 

IflfcLTtt. T-fehT;uh'^yA. T-feh^yA. y^ 
/pxf-;i.^KdfyA. y7-fef-;p^y:t^yA. <yy 
7xyy:t^yi^, y^w^^^y^^i^j^^isimfti 

[ 0 0 1 6 1 yn -y ^7 4t >f y y r^^- Ht^<m-^ 
m\t. mmmcn^'m 1 ffltc** lx a y y r h 
«*^'i«jo. 3~i. 5m. ntL<\imo . 5-1. 2 

omM.mznLx. *«>i o~i 2oa«a5, 

L<ttJ«>2 0-1 OOfifigP^liH-Cibl.. 
[00171 2|s:|6Hffl»*MiPtTffiffl-t5 yx/USiO 
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itsr^-r 1.^^ T'^> 0 . ymmmm o. i ~ 3 o k o 

Hmg/g. ^IC*<70. 5-2 0KOHmg/gOigil 

(r>i,(Di)<mi^\ A^mmsmo . iKOHmg/g 

L. -:fr**j3QK0Hmg/gS:^xSfcii*tt,. W<i 
[0 0 18] tfz. 3TS/x;Piiit{±3ri. S-yH 

X'^h.n^<^nmi. *<J0. 0 5x<m~l 5 
»tL<{il«>0. ljum~l 0 0)umcOlii8t'fcS. 8i 
^^@*«««J0. 0 5//m*g!lC^rSi:l&«cM?K^)»«^ 

¥jttt*^®< ^-s «0Tl!f * L < i^x;uilc7)®:'(l:ia 

Lxm.mhy:f)icr>mmiz^j:^t:^,. m.Wffory<r>m 
[00 19] a7mi:mm-i^-t^^V7~tbx 
x%i>, T-mi^m<^Mi>^mtLxii. mm. ^f- 

i^VU-h. 2-xf-;l^jE:i^;Kp<^) T^'Ul'-- 
7^*JU-h : ifitt'r.;W^c^t'r:;l'XAT>'^ : 
^}'rym<r>\i~)VJ\yA ^'X{ib*-yT>'^^7^ H : 

m)±mmLx^mth^tifixti>, m^<r>mm 

tLX\i. mm. T^'J;H!xxr;l/rf 
■fbt'x/K x^i^y-T'^'i^'xyd'iK, 

=fA. xf-U'y-7°ntuy:J'A^*i^{f/J>iiS. i^i 

y-':f9V3.y^Mmt Lv\ 



[0020] i/x/H^-mfS t-x;l.^^ft{i. ± 

(m{f2-th'o^i/X-f;l^ 7^yu-h, 
2-tHodf-i/rDhf;K^:J') T^'Jl/-h, 3-t 

:7yyH!(OC2~C8 t Hu^f ^^7;^=^f^^XXT;^ ; 
Uxf-uy^^U3-;U, ;KUrntrU'y^'U3-;U, if^ 

U T'^u-y^^'j 3-7^^:i:'c^;KUx-T;^4^ 

:? ) r ^ ^ifmtsi )£<r>y^^m^ij)Vif.y^>i<r>^J:sL 
Xf)V ; ^-Uxf-uy^^y .-K-yrotfuyiJ^y 
;KU r-fUy^'U 3-;l/55:if<^;K'Jx-r;I^7K 
y 2 - 1 h* i^xf-;!/ (p«^)T^yu-h 
5rt'<7);^(KS^W^fia^n^:y7-i:t7)tyx-T;l- : 
a. /8 -:T^|^;&;ki<yili: . *-xa^E10 (i'x 
^HlilfcttS!) ^a-JM^^-fyx;^^?^^^*^^^^:*^ 
x;K=^f>'^l:^4:<^ftlll!|«!l :yyi^i^VU (^^) T^y 
V- V fci^BS. rn t;i-y®!. p - 1 - 

yg^^'f rJ'^yiiori: ^Kii^^.q^Tfiaw^t^ 

x^uy^^y3-/K 1. 6-'^.^'9■yJ;^^ 
;k ^-:t'<y^;u^'y 3-;p^t'<7)^y 
yxxT;Hl:!i)^^^l4i''xxT;Hk!|?) ; t Kndfi^x^ 
;l^t'x;wx-r;Kor i: 1 1 h'n^i^T;U^;l'h*x;px 
3-:?na-2-t ^*o^$^rol^yK^ 
) y l/- hco J; 3 ^riS*$-&^^'*i!a^^^m4 
7y;Pr;U3-;i/^i:-) $-«f^^ii-i:UTi^M?t;iiE 
1:T7;P^;K^:?) 7^y^-b (±iety'>:S®7:;' 
y;l^/'7-^®7^'y;l-*yv-^:i:) , MIB^M 

#»ftc^co^iaiQ#**?r;!f7;^«S^iag*«$<?2 O'cm 
±, »i L<<4*<73 0-1 1 or<JDlOT(ciagUct'x 

[0021] iietJt rf Aii-^i^ioiSjg#s{s, 
fs^ty'j^(r)-m^. mm. ^if>d'A*^^y v-xv/i^i^ 
3 y<m^i^x\L-)v^:^m!^Mmf'y 'Mfm^ 

ttlli^J2r»U7tx-7;Pi^H yS-^a^SJSfi^a^ 

[0022] z<r>mmt^di.^^mm'Fb ix 
{4. s^eaigiai^ im m&^t ix. x^ 

[0023] ^^'T^mmMdim-^wmL'i-m.'^ 

SiJ^<4, *ilS^^ra#:<Slil9 0-9 9MgPtJ*tT 
1-1 OaSSP. 7K^S#^*«5®lit9 5-9 8 
SJI»(c*t \JXm L < « 2- 5 fiMSK^igffl"Ci> s . 

[0024] *f6^1»f*:||3H(4. ifi^lClB tr >y ^ 
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m-^mn^. mmmm^L mtmm. :^Kvm^ 
[0025] :^wmmmii. mm. ^mi^:^r 

mmmm^ieo^2iox:Tmo'-:eo-m 
[0026] :^mmmmii.m:f)'hm^tix^^ 

[0 0 27] ttz. mm^titmttxii. mum 
mm. nmmiih. m^^. mmsk. mmmm 
izmmt^zttfix'^i>, 

[0028] 

imm] WF.. m&mimifx:^mt:i:*)Mwm^z 

mizi:h. 

[00 29]||Sfi^Jl 

GV-5 60 (B*if;<^ is 07:^/1^ 

0. 9 7 3/0. 10 4/0. 80 8=t)Uit.mmm 
5TC. *i!Sfii5 2KOHmg/g) 95g|5. X^y 
HAC-4 030 (^BB^I^ m) . ffiift 

m) 5%. KX^dyB 1 5 30 (tj.;p;^a$?. NC 
0#*f«J15%) log?, JR6 0 3 (T'f;&«^^tt 

miti-^y) 1 5mm.-^L, ji<^xv)v—sr\,zii 
-oxmwmL. }^mt. rv^^^-iizi^-^xwrn 
L, 1 5o^-7i/aTr3au-ciiife0iiw.-Kuxxx;u 

[OO3O]|ISI0ij2 



W^zawxm'^mbLX. GV-5 60?r95 
mmx^y^u>{ FAC-4 0 3 0c7)5gPSrGV-5 
6 0&9 0gpat^;^^7-f h'AC-4 0 3 0S: 1 0 

mzm.%mtt:\mi.mm 1 1 wmz Lxmm2<n 
[003 1 ] mm^ 

^m^tr^f '))vmm ( 2 - 1 kd^e- vx-?-;m ^ ^ 

u u- h/x^u y/^ ^"J ^- h/ n - 
/M^^'JU-h = 3 0/10/5 0/iO "MftJt" 
^1^*80 0 0, m\LM.2(>X:) 9 5M«a5, 

KAC-40 3 0 (^Blgfpl^ («c) , ffi^J, 

m) 595, '^XrJ'rf^^Bl 5 30 {\i :).)VXl&M. NC 
O^fii^l 5%) l OSP, JR603 

t , 15 0^"/ A-cr® L-cniSfl'S 3 u ;uesiii 

[0032]iblS^l 

usi^y 1 kzauxm^mt lx , ±isi: i5i«<^)Gv- 

5 6 0 S: 1 0 0 gpatX;^ ^ 7 o K A C - 4 d 3 0 * 
Ogpt Uv:J3HSII^0«l i:|Sl«^cLt:Jt«[0!Il«OJK'J 

[0033]ibSKfiaj2 

mm 1 (cfev^-rfflii^^i-i: u-c . mk<7)Gv- 

5 6 0S-8 5gPSt;fX:J'7'fn-^ HAC-4030Srl 

5mzm% mx.tzm\tmm 1 1 Pi^t: L-cibiiSfiaj 2 

[00341 JilB t!^lli6mt^Jtl5S^cO«&ft^^ ;y 

(0. 7X70X1 5 0mm) tC^«g^ftMSIL, 17 
Q'C3Q^tSsm:LX^m^VfZ. 

[0035] mmmmmmm^^m i nz^ 

[0036] 
[HI] 











2 


3 




2 
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O 
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o 
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8 9 


8 8 


8 9 


8 2 


6 5 


m m 


7 mm 


7mm 


7mm 


3mm 


7 m ID 
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[0 0 37]tt±*^O^l«:mj^EOTftttSrl*IilST' ( 1 9 9 0 ) icmtTSSSU^. (^$6 0jK) 
I^Uit. Aj^&S. X;^L<^^|,. xy^-fey|E»: J I S K-5400 8.2 (19 

[00 381 ^atlR: J I S K-5400 7.6 9 0) izmtXM^Ltz, mS^iZVU. Mtl'tLir^t?, 
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tX-mttaimm (mm) ^ai^t/i. 
[0039] J 1 S K-5400 8. 

3. 2 (1990) rj.:tiymm^miizmtx. 
wmms 0 0 g . ^'C.^m.m 1/2^ v^. nm. 

[004 01 

immzji(jm^^zfAWi^mm.^t:i:^^^^ ^ t 
*) . m.fm-k^^j'.m-^mmFf-msii'^izm 



F^-A(##) 4J038 CA021 CA022 CC021 CC022 
CC071 CC072 CC081 CC082 
CD091 CD092 CE051 CE052 
CG141 0G142 CG161 CG162 
CG171 CG172 CH031 CH032 
CH041 CH042 CH121 CH122 
CH171 CH172 CJ131 CJl^ 
DB221 DB222 DD051 00052 
D0121 DD122 DG301 DG302 
DLpOl DL002 i(A21 NAOl 
PA62 PB05 PB06 PB07 PC02 



tix^i. m^(=m^^t'izxt±^j\^^-t:M 
mthzbizxviMmK^j:^, tti. m^j^m-^ 
mm^i'mii^ v'^r^- hmmnzx o*ks^w 
mmmt{t^^'rit><^x'X'omm^\^±t. tti 

[004 1] tti. 7mmit^b^j:^^:f^m-^mm. 
'f-x'im-^&t:$'<tibi]a.miMi< 

^r< t •& 1 1]a:mH-!rfX'^j:\^b\^'iti^^ifihl 

:^mx'm-th7mm^^M,m-^mim'Fii± 
imwibit^^'tK^Ti m±mn±.'ri>tiibiz 
mm&ms.^^t&:.ti^X'^t:, 



